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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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0. FOREWORD 

€.1 This Indian Standard ( Second Revision ) was adopted by the Indian 
Standards Institution on 30 November 1985, after the draft finalized by 
the Cordage Sectional Committee had been approved by the Textile 
Division Council. 

0.2 This standard has been taken up for revision in the light of the 
experience gained since its revision in the year 1978. 

0.3 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, 
expressing the result of a test, shall be rounded off in accordance with 
IS : 2-1960*. The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this 
standard. 



1. SCOPE 

1.1 This standard prescribes the requirements of jute yarn, 18-ply, used 
for pipe jointing and jute gasketing in place of asbestos for pipes carrying 
steam. 

2. MANUFACTURE 

2.1 The spun jute yarn shall be manufactured from well carded jute 
fibre. The yarn should be of universal count of 4"6 ktex ( g/m ) when 
tested as per IS : 570-1964t and shall be spun with 'Z' twist. It shall be 
made of 18 single yarns, out of which 4 shall form the core. They shall 
be twisted in 'S* direction. 



•Rules, for rounding off numerical values ( revised). 

fMetKod for determination of universal count of jute yarn ( revised). 
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2.2 Lubrication — For the purpose of dressing the fibre, lubricating 
material ( oil ) not exceeding 5 percent of the mass of the yarn in a coil 
may be used. No weighting or loading material shall, however, be used. 

3. REQUIREMENTS 

3.1 The spun jute yarn shall conform to the requirements specified in 
Table 1. 





TABLE 1 REQUIREMENTS OF SPUN JUTE YARN 






Diameter 






Linear Density 


Oil Content, 
Max 




(1) 






(2) 




(3) 




mm 






ktex ( g/m ) 




percent 




13 






88 




5 


Tolerance, 
Pebcent 


±2 






±5 




— 


Method 
of Test 


IS: 7071 (Part 3 )- 


1974* 


IS 


: 7071 ( Part 2 )-I974f 


IS 


: 2969-1974* 



♦Methods of physical test for ropes and cordage: Part 3 Diameter, circumference 
and lay. 

fMethods of physical test for ropes and cordage; Part 2 Mass, length and linear 
density. 

{Method for determination of oil content of jute yarn and fabrics {first revision ). 



4. MARKING 

4.1 Each coil of yarn shall be marked with the following, by. attaching 
a label to it: 

a) Manufacturer's name or trade-mark; 

b) Diameter of yarn; 

c) Gross and net mass of a coil; 

d) Month and year of manufacture; and 

e) Any other marking as agreed to between the buyer and the 

J . seller. 
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4.1.1 Each coil of yarn may also be marked with the ISI Certification 

Mark. 

Note — The use of the ISI Certification Mark is governed by the provisions of 
the Indian Standards Institution ( Certification Marks ) Act and the Rules and 
Regulations made thereunder. The ISI Mark on products covered by an Indian 
Standard conveys the assurance that they have been produced to comply with the 
requirements of that standard under a well-defined system of inspection, testing 
and quality control which is devised and supervised by ISI and operated by the 
producer. ISI Marked products are also continuously checked by ISI for conformity 
to that standard as a further safeguard. Details of conditions under which a' 
licence for the use of the ISI Certification Mark may be granted to manufacturers 
or processors, may be obtained from the Indian Standards Institution. 

5. PACKING 

5.1 The spun jute yarn shall be made into coils weighing 5, 10 or 25 kg 
as required by the buyer. Two or four coils shall be packed together to 
form a bundle. 

€. SAMPLING 

6.1 Lot — All the coils of jute yarn manufactured under similar 
conditions and delivered to a buyer against a despatch note shall 
constitute a lot. 

6.2 The conformity of the lot shall be determined on the basis of the tests 
carried out on the samples selected from it. 

6.3 Sample Size — Sampling shall be as representative as possible of 
the lot subjected to the measurements and tests. Draw the samples at 
random at the rate shown by the following formula: 

Where S is the number of length of jute yarn ( in coils } and JV is 
the size of the lot expressed as a number of coils of length as declared by 
the buyer. 

Where S as calculated, is not a whole number, round off the value 
obtained to give a whole number in accordance with IS : 2-1960*. In 
cases where S is less than 1, draw one sample coil of length as declared 
by the buyer. 

6.4 For evaluating length, diameter, linear density and lubricating 
material ( oil content ) the number of coils selected according to 6.3 shall 
constitu^e.the test sample. 

V 

♦Rules for rdlmding off numerical values ( revised). 
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6.5 Criteria for Conformity — The lot shall be considered 
conforming to the requirements of this standard if the following 
conditions are satisfied: 

a) From the test results of diameter and linear density, the average 
X and range R is determined and the values of the expression 
X ± 0*4 R shall lie within the specified requirements. 

b) From the test results of oil content, the average X and the range 
R is determined, and the value of the expression X + 0'4 R is 
less than or equal to the relevant specified requirement. 
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